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AMENDMENTS TO THE SPECIFICATION ; 

Please amend the title as follows: 

--VINYL CHLORIDE BASED RESIN COMPOSITION FOR VEHICLES-- 

Please replace the paragraph beginning at page 10, line 

6, with the following rewritten paragraph: 

-- Examples of the organic carboxylic acids include 
monocarboxylic acids such as acetic acid, propionic acid, 
butyric acid, valeric acid, caproic acid, enanthic acid, : -' ! 
caprylic acid, pelargonic acid, 2 -ethylhexylic acid, 
neodecanoic acid, capric acid, undecanoic acid, lauric acid, 
tridecanoic acid, myristic acid, palmitic acid, isostearic 
acid, stearic acid, 12 -hydroxystearic acid, behenic acid, 
montanic acid, benzoic acid, monochlorobenzoic acid, p-tert-. 
butylbenzoic acid, dimethylhydroxybenzoic acid, 3,5-di-tert- - 
butyl-4-hydroxybenzoic acid, toluic acid, dimethylbenzoic 
acid, ethylbenzoic acid, cuminic acid, n-propylbenzoic acid, 
aminobenzoic acid, N, N-dimethylaminobenzoic acid, 
acetoxybenzoic acid, salicylic acid, p-tert-octylsalicylic 
acid, elaidic acid, oleic acid, linoleic acid, linolenic acid, 
thioglycolic acid, mercaptopropionic acid, and 
octylmercaptopropionic acid; dicarboxylic acids, such as 
oxalic acid, malonic acid, succinic acid, glutaric acid, 
adipic acid, pimelic acid, suberic acid, azelaic acid, sebacic 
acid, phthalic acid, isophthalic acid, terephthalic acid, 
hydroxyphthalic acid, chlorophthalic acid, aminophthalic acid, 
maleic acid, fumaric acid, citraconic acid, mcthaoonio 
mesaconic acid, itaconic acid, aconitic acid, and 
thiodipropionic acid, and monoester or monoamide compounds 
thereof; and di- or triester compounds of tri- or 
tetracarboxylic acids, such as butanetricarboxylic acid, 
butanetetracarboxylic acid, hemimellitic acid, trimellitic 
acid, mellophanic acid, and pyromellitic acid.-- 
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Please replace the paragraph beginning at page 11, line 

15, with the following rewritten paragraph: 

--The zeolite compounds are alkali or alkaline earth 
metal aluminosil icates having a unique three-dimensional 
zeolite crystal structure. Typical examples of the zeolite 
compounds are zeolite A, zeolite X, zeolite Y, zeolite P, 
monodcnito mordenite , analcite, sodalite, clinoptilolite, 
erionite, and chabazite. These zeolite compounds may be 
either a hydrate having water of crystallization (so-called 
zeolite water) or an anhydride obtained by removing water of 
crystallization. Those having a particle size of 0.1 to 
50 jam, preferably 0.5 to 10 jam, can be used. 

Please replace the table beginning at page 25, Table 4, 
with the following rewritten table: 

- - TABLE 4 





Test Compound 


Heat 

Stability 

(min) 


Yellow- 
ness 


Brittleness 
Temp. (°C) 


Haze 


Kind 


Amount 


Comparative Example: 


4-1 


TM-1 


65 


180 


11.3 


-37.2 


1.9 


4-2 


TM-1 


32.5 


180 


9.8 


-47.3 


25.3 


SE-1 


32.5 


Example: 


4-1 


TM-1 


55 


180 


10.9 


-43.1 


2.6 


SE-1 


10 


4-2 


TM-1 


55 


180 


10.2 


-43.2 


2.8 


SE-2 


10 


[[4-2]] 


TM-1 


55 


180 


10.9 


-42.8 


2.7 


SE-3 


10 


[[4-3]] 
4-4 


TM-2 


55 


180 


11.0 


-42.9 


3.1 


SE-1 


10 
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